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(54) Wide viewing angle polarizing plate and liquid crystal display 



(57) A wide viewing angle polarizing plate has a 
laminate of a birefringent film having an in-plane aver- 
age phase difference of from 50 nm to 200 nm made of 
a transparent resin film having microscopic regions dis- 
persed therein and a polarizing plate. The birefringent 
film comprises a transparent resin film having micro- 
scopic regions dispersed therein and satisfies the rela- 
tionships An 2 < 0.03 and An 1 > An 2 supposing that the 
direction of the axis along which linearly polarized tight 
exhibits the maximum transmission is An 2 direction, the 



difference in refractive index between microscopic 
regions in An 2 direction and other portions is An 2 , the 
direction perpendicular to An 2 direction is An 1 direction 
and the difference in refractive index between micro- 
scopic regions in An 1 direction and other portions is 
An 1 , and An 1 direction and the retardation axis of said 
birefringent film and the transmission axis of said polar- 
izing plate are parallel to each* other and a liquid crystal 
display comprising same. 
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Description 

BACKGROUND OF THE INVENTION 
5 1 . Field of the Invention 

[0001] The present invention relates to a wide viewing angle polarizing plate suitable for the improvement in the view- 
ability of transmission type, reflection type or amphibious liquid crystal display, etc. 

[0002] The present application is based on Japanese Patent Applications No. Hei. 10-126882 and No. Hei. 11-75728, 
io which are incorporated herein by reference. 

2. Description of the Related Art 

[0003] As a wide viewing angle polarizing plate intended for the expansion of the viewing angle or the compensation 
75 for the change in phase difference of liquid crystal display there has been heretofore known one comprising a laminate 
of a polarizing plate and a light diffusing plate or phase difference plate Japanese Patent Publications No. Hei. 9- 
258013 and 9-325216. However, this wide viewing angle polarizing plate is disadvantageous in that it is liable to con- 
trast drop or blur of display image or leaves something to be desired in the expansion of viewing angle. 

20 SUMMARY OF THE INVENTION 

[0004] It is an object of the present invention to develop a wide viewing angle polarizing plate which, when provided 
in a liquid crystal display on the viewing side thereof, acts to compensate for the loss of viewing angle by phase differ- 
ence as well as expand the viewing angle by light diffusion and thus causes little or no contrast drop or display image 

.25 blur and a liquid crystal display comprising such a wide viewing angle polarizing plate. 

[0005] The present invention provides a wide viewing angle polarizing plate comprising a laminate of a polarizing 
plate and a biref ringent film having an in-plane average phase difference of from 50 nm to 200 nm, characterized in that 
said birefringent film comprises a transparent resin film having microscopic regions dispersed therein and satisfies the 
relationships An 2 < 0.03 and An 1 > An 2 supposing that the direction of the axis along which linearly polarized light exhib- 

30 its the maximum transmission is An 2 direction, the difference in refractive index between microscopic regions in An 2 
direction and other portions is An 2 , the direction perpendicular to An 2 direction is An 1 direction and the difference in 
refractive index between microscopic regions in An 1 direction and other portions is An 1 , and An 1 direction and the retar- 
dation axis of said birefringent film and the transmission axis of said polarizing plate are parallel to each other. 
[0006] In accordance with the present invention, the arrangement of a birefringent film having a predetermined aver- 

35 age phase difference such that its retardation axis is parallel to the transmission axis of a polarizing plate makes it pos- 
sible to inhibit the drop of brightness or contrast in front direction perpendicular to the polarizing plate without being 
affected by the phase difference in the birefringent film and allows the phase difference in the birefringent film to com- 
pensate for the change in the state of linearly polarized light by the birefringence of the liquid crystal cell and apparent 
deviation in the orthogonal relationship between the linearly polarized light and the absorption axis of the polarizing 

40 plate as viewed obliquely during black display, making it possible to inhibit gradation inversion or contrast drop as well 
as provide a white display having a good viewability and a wide viewing angle attained by scattering and diffusion. 
[0007] Features and advantages of the invention will be evident from the following detailed description of the preferred 
embodiments described in conjunction with the attached drawings. 

45 BRIEF DESCRIPTION OF THE DRAWINGS 

[0008] In the accompanying drawings: 

Fig. 1 is a sectional view of an embodiment of the wide viewing angle polarizing plate; 
50 Fig. 2 is a diagram illustrating the positional relationship between birefringent film and polarizing plate; 

Fig. 3 is a sectional view of an embodiment of the liquid crystal display; and 
Fig. 4 is a sectional view of another embodiment of the liquid crystal display. 

DETAILED DESCRIPTION OF THE PREFERRED EMBOD IMENTS 

55 

[0009] The wide viewing angle polarizing plate according to the present invention comprises a laminate of a polarizing 
plate and a birefringent film having an in-plane average phase difference of from 50 nm to 200 nm, characterized in that 
said birefringent film comprises a transparent resin film having microscopic regions dispersed therein and satisfies the 
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relationships An 2 < 0.03 and An 1 > An 2 supposing that the direction of the axis along which linearly polarized light exhib- 
its the maximum transmission is An 2 direction, the difference in refractive index between microscopic regions in An 2 
direction and other portions is An 2 , the direction perpendicular to An 2 direction is An 1 direction and the difference in 
refractive index between microscopic regions in An 1 direction and other portions is An 1 , and An 1 direction and the retar- 

5 dation axis of said birefringent film and the transmission axis of said polarizing plate are parallel to each other. 

[001 0] An embodiment of the foregoing wide viewing angle polarizing plate is shown in Fig. 1 . The reference numeral 
1 indicates a birefringent film. The reference numeral 3 indicates a polarizing plate. The symbol e indicates a micro- 
scopic region in the birefringent film 1 . The reference numeral 2 is an adhesive layer which is optionally provided. The 
birefringent film 1 may consist of one sheet of a film or a laminate of a plurality of birefringent films. 

io [001 1] The formation of the birefringent film made of a transparent resin film having microscopic regions dispersed 
therein can be accomplished by any proper process as disclosed in JP-A-9-274108 such as process which comprises 
forming a film from one or more proper materials excellent in transparency such a resin and liquid crystal in a combina- 
tion such that regions having different birefringent indexes are formed when the film is stretched. In some detail, the for- 
mation of the birefringent film made of a transparent resin film having microscopic regions dispersed therein can be 

75 accomplished by a process which comprises mixing one or more resins for forming the transparent resin film and one 
or more liquid -crystalline thermoplastic resins for forming a microscopic region, forming from the mixture a transparent 
resin film having the liquid-crystalline thermoplastic resin dispersed therein in the form of microscopic region, and then 
subjecting the film to proper orientation so that regions having different birefringent indexes are formed therein. Exam- 
ples of the foregoing combination include combination of resin and liquid crystal, combination of isotropic resin and ani- 

20 sotropic resin, and combination of anisotropic resins. From the standpoint of dispersion distribution of microscopic 
regions, a combination which undergoes phase separation is preferred. By properly selecting the compatibility of mate- 
rials to be combined, the dispersion distribution of microscopic regions can be controlled. The phase separation can be 
accomplished by a proper process such as process which comprises treating immiscible materials with a solvent to 
make a solution and process which comprises mixing miscible materials while being melted under heating. 

25 [0012] The foregoing combination of polymer and liquid crystal or isotropic polymer and anisotropic polymer can be 
oriented at an arbitrary temperature and draw ratio to form a desired oriented film. On the other hand, the foregoing 
combination of anisotropic polymers can be oriented at an arbitrary draw ratio at which the refractive index in the fore- 
going An 2 direction satisfy the foregoing An 2 to form a desired oriented film. 

[0013] Anisotropic polymers can be classified as positive or negative anisotropic polymer by the characteristics of 
30 change in the refractive index in the orientation direction. In the present invention, either positive or negative anisotropic 
polymer may be used. Either a combination of positive anisotropic polymers or negative anisotropic polymers or a com- 
bination of a positive anisotropic polymer and a negative anisotropic polymer may be used. From the standpoint of ori- 
entability, polymers having an excellent ductility are preferred to brittle polymers. 

[0014] As the resin forming the foregoing transparent resin film there may be used a proper resin excellent in light 
35 transmission properties, particularly light transmittance, without any special restriction. Accordingly, the heat resistance 
of the resin to be used herein can be properly predetermined. Examples of the foregoing resin include polyester resin 
such as polyethylene terephthalate and polyethylene naphthalate, styrene resin such as polystyrene and acrylonitrile- 
styrene copolymer, and olefin resin such as polyethylene, polypropylene, polyolefin having cyclo or norbornene struc- 
ture and ethylene-propylene copolymer. 
40 [001 5] Further examples of the foregoing resin include acrylic resin such as polymethyl methacrylate. cellulose resin 
such as cellulose diacetate and cellulose triacetate, amide resin such as nylon and aromatic polyamide, carbonate 
resin, vinyl chloride resin, imide resin, sulfone resin, polyethersulfon resin, polyether ether ketone resin, poiyphenylene 
sulfide resin, vinyl alcohol resin, vinylidene chloride resin, vinyl butyral resin, arylate resin, potyoxymethylene resin, and 
blend thereof. From the standpoint of heat resistance or the like, a resin having a glass transition point of not lower than 
45 70°C, particularly not lower than 80°C, more particularly not lower than 100°C is desirable. If used in liquid crystal dis- 
play or the like, a resin excellent in light transmittance in the visible range is preferably used. 

[0016] On the other hand, as the liquid-crystalline thermoplastic resin for forming microscopic region there may be 
any proper liquid-crystalline polymer such as main chain type and side chain type polymers which can be hot-melted. 
Thus, the kind of the liquid-crystalline thermoplastic resin employable herein is not specifically limited. From the stand- 
so point of the controllability of the foregoing refractive index difference An 1 and An 2 by orientation, a resin which exhibits 
a glass transition temperature of not lower than 50°C and is in a nematic liquid crystal phase at a temperature range of 
lower than the glass transition temperature of the resin for forming the transparent resin film to be used in combination 
therewith. Specific examples of such a resin include a side chain type liquid-crystalline polymer having a monomer unit 
represented by the following general formula: 

£5 
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X Y-Z 




[001 7] In the foregoing general formula, X represents a skeleton group constituting the main chain of a liquid-crystal- 
line thermoplastic resin which may be formed by a proper connecting chain such as linear chain, branched chain and 
75 cyclic chain. Specific examples of such a skeleton group include polyacrylate, polymethacrylale, poly-a-haioacrylate, 
poly-a-cyanoacrylate. polyacryiamide. polyacrylonitrile, polymethacrylonitrile, polyamide, polyester, polyurethane, pol- 
yether, polyimide, and polysiloxane. 

[0018] Y represents a spacer group branched from the main chain. From the standpoint of the formability of birefrin- 
gent film for controlling refractive index or the like, the spacer group Y is preferably ethylene, propylene, butylene, penty- 
20 lene or hexylene. Particularly preferred among these groups is ethylene. 

[0019] On the other hand, 2 represents a mesogen group for rendering the resin nematically orientable. Examples of 
such a mesogen group include the following compounds. 
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[0020] The end substiluent A in the foregoing compounds may be a proper group such as cyano group, alkyl group, 
alkenyl group, alkoxy group, oxalkyl group, and haloalkyl, haloalkoxy or haloalkenyl group having one or more hydrogen 
atoms substituted by fluorine or chlorine. 
5 [0021] In the foregoing general formula, the spacer group Y and the mesogen group 2 may be connected to each 
other with an ether bond, i.e., -O-. The phenyl group in the mesogen group 2 may have one or two hydrogen atoms sub- 
stituted by halogen. The halogen, if any, is preferably chlorine or fluorine. 

[0022] The foregoing nematically orientable side chain type liquid crystal polymer (liquid-crystalline thermoplastic 
resin) may be a proper liquid-crystalline thermoplastic resin such as homopolymer or copolymer having a monomer unit 
io represented by the foregoing general formula. In particular, a liquid-crystalline thermoplastic resin excellent in monodo- 
mainorientability is desirable. 

[0023] The formation of the birefringent film comprising the foregoing nematically orientable liquid-crystalline thermo- 
plastic resin can be accomplished, e.g., by a process which comprises mixing a resin for forming a transparent resin 
film and a liquid-crystalline thermoplastic resin having a glass transition temperature ol not lower than 50°C, particularly 

75 not lower than 60°C, more particularly not lower than 70°C, which is in a nematic liquid crystal phase in a temperature 
range of lower than the glass transition temperature of the foregoing resin to form a resin film having the liquid-crystal- 
line thermoplastic resin dispersed therein in the form of microscopic region, subjecting the liquid-crystalline thermoplas- 
tic resin forming the microscopic regions to heat treatment so that it is oriented in a nematic liquid crystal phase, and 
then cooling the resin to fix the orientation. 

20 [0024] As the foregoing combination of a resin for forming a transparent resin film and a liquid-crystalline thermoplas- 
tic resin there is preferably used a combination of materials which are not completely miscible with each other, particu- 
larly materials which undergo phase separation, from the standpoint of the dispersion distribution of microscopic 
regions in the resulting birefringent film. Such a combination can provide a proper compatibility by which the dispersion 
distribution of microscopic regions is controlled. The phase separation can be accomplished by a proper process such 

25 as process which comprises treating immiscible materials with a solvent to make a solution and process which com- 
prises mixing miscible materials while being melted under heating. 

[0025] The formation of the transparent resin film having a liquid-crystalline thermoplastic resin dispersed therein in 
the form of microscopic region, i.e., film to be oriented can be accomplished by any proper process such as casting 
process, extrusion process, injection molding process, rolling process and flow casting process. Alternatively, it can be 
30 accomplished by a process which comprises developing these materials in the form of monomer, subjecting these 
materials to polymerization by heat treatment or treatment by radiation such as ultraviolet rays, and then forming the 
polymerized material into a film. 

[0026] In order to obtain a birefringent film excellent in uniformity in the distribution of microscopic regions, a process 
is preferably used which comprises subjecting a solution of a mixture of forming materials obtained with a solvent to 

35 casting, flow casting or the like to form a film. In accordance with this process, the kind of the solvent used, the viscosity 
of the mixture and the drying speed of the mixture-developed layer can be properly selected to control the size or dis- 
tribution of the microscopic regions. The reduction of the area of microscopic regions can be effectively accomplished 
by lowering the viscosity of the mixture or raising the drying speed of the mixture-developed layer. 
[0027] The thickness of the film to be oriented may be properly predetermined. In practice, however, it is from 1 pm 

40 to 3 mm, particularly from 5 pm to 1 mm, more particularly from 10 um to 500 jim, from the standpoint of orientability. 
A proper additive such as dispersant, surface active agent, ultraviolet absorber, color tone controller, fire retardant, 
releasing agent and oxidation inhibitor may be added to the film-forming materials during the film formation. 
[0028] The orientation of the film can be accomplished, e.g., by a process which comprises heating the film to a tem- 
perature range in which the liquid-crystalline thermoplastic resin dispersed in the transparent resin film in the form of 

45 microscopic region is in a desired liquid crystal phase such as nematic phase so that it is melted, orienting the film thus 
melted under the action of orientation force, and then rapidly cooling the film to fix the orientation. The film is preferably 
oriented in a monodomain state as much as possible to inhibit the dispersion of optical properties. 
[0029] As the foregoing orientation force there may be used any proper force by which the liquid-crystalline thermo- 
plastic resin can be oriented, such as stretching force as used in a process involving the stretching of a transparent 

so resin film at a proper draw ratio, shearing force as used in film formation, electric field and magnetic field. Under one or 
more of these forces, the liquid-crystalline thermoplastic resin can be oriented. 

[0030] Accordingly, the portion other than the microscopic regions made of a liquid-crystalline thermoplastic resin in 
the birefringent film may be either birefringent or isotropic. II the entire birefringent film thus oriented by stretching or 
the like exhibits birefringence, the entire phase difference can be determined by the phase difference derived from the 
55 resin forming the transparent resin film and the phase difference derived from the liquid-crystalline thermoplastic resin. 
In general, the value of the phase difference of the birefringent film is additive. 

[0031] The birefringent film wherein the portion other than the microscopic regions made of a liquid-crystalline ther- 
moplastic resin is isotropic can be obtained by a process which comprises forming a transparent resin film from an iso- 
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tropic resin, and then stretching the film in a temperature range of not higher than the glass transition temperature of 
the resin. 

[0032] The birefringent film to be used in the present invention is controlled such that the in-plane average phase dif- 
ference is from 50 nm to 200 nm and An 2 is not more than 0.03 and An 1 is greater than An 2 supposing that the direction 

5 of the axis along which linearly polarized light exhibits the maximum transmission is An 2 direction, the difference in 
refractive index between microscopic regions in An 2 direction and other portions is An 2 , the direction perpendicular to 
An 2 direction is An 1 direction and the difference in refractive index between microscopic regions in An 1 direction and 
other portions is An 1 , and An 1 direction. The arrangement of refractive index with the above defined range makes it pos- 
sible to provide a birelringent film excellent in scattering in An 1 direction and retention of polarization and linear trans- 

10 mission in An 2 direction. 

[0033] If the foregoing in-plane average phase difference falls below 50 nm, the resulting effect of compensating for 
the change in the viewing angle is insufficient. On the contrary, if the foregoing in-plane average phase difference 
exceeds 200 nm. the resulting dispersion of birefringence difference by wavelength causes color change such as color- 
ing. Thus, in either case, the angle at which the display can be fairly recognized can be hardly expanded. In order to 
is expand the angle at which the display can be fairly recognized, the in-plane average phase difference is preferably from 
70 nm to 180 nm, particularly from 100 nm to 150 nm. 

[0034] On the other hand, from the standpoint of scattering properties or the like, the refractive index difference An 1 
in An 1 direction is preferably great to a proper extent, more preferably from 0.04 to 1 , particularly from 0.045 to 0.5. Fur- 
ther, from the standpoint of retention of polarization, the refractive index difference in An 2 direction is preferably as small 
20 as possible, more preferably not more than 0.025, particularly not more than 0.020, more particularly not more than 
0.015. 

[0035] The foregoing orientation can also be defined as process which comprises orienting the liquid-crystalline ther- 
moplastic resin forming microscopic regions in as constant a direction as possible to raise the refractive index difference 
in An 1 direction and/or reduce the refractive index difference in An 2 direction. 

25 [0036] Accordingly, from the standpoint of accomplishment of the foregoing refractive index difference properties, a 
transparent film-forming resin and a liquid-crystalline thermoplastic resin can be used in a combination such that the 
former resin has a refractive index coinciding with the ordinary ray refractive index of the latter resin forming microscopic 
regions as much as possible and properly differing from the extraordinary ray refractive index of the latter resin to form 
a birefringent film to advantage. 

30 [0037] The microscopic regions are preferably dispersed in the birefringent film as uniformly as possible from the 
standpoint of uniformity in the foregoing scattering effect or the like. The size of microscopic regions, particularly length 
of microscopic regions in An 1 direction, i.e., scattering direction is related to back scattering (refection) or dependence 
on wavelength. In order to enhance the percent utilization of light or inhibit the coloring due to dependence on wave- 
length or the obstruction of viewing due to visual observation of microscopic regions or sharp display or from the stand- 

35 point of film forming properties or film strength, the size of microscopic regions, particularly length in An 1 direction is 
preferably from 0.05 pm to 500 pm, particularly from 0.1 \im to 250 nm, more particularly from 1 ^m to 100 \in\. The 
microscopic regions normally lie in the birefringent film in the form of domain. The length in An 2 direction is not specif- 
ically limited. 

[0038] The proportion of the microscopic regions in the birefringent film can be properly determined taking into 
40 account the in-plane average phase difference or scatting in An 1 direction. In practice, however, it is preferably from 0.1 
to 70% by weight, particularly from 0.5 to 50% by weight, more particularly from 1 to 30% by weight, taking into account 
the film strength as well. The microscopic region made of a liquid-crystalline thermoplastic resin in the birefringent film 
may have the same thickness as that of the birefringent film or a smaller thickness than that of the birefringent film. In 
this case, the microscopic regions may be vertically superimposed on each other. 
45 [0039] The birefringent film may be in the form of single layer 1 as shown in Fig. 1 or a laminate of two or more such 
layers. The lamination of birefringent films makes it possible to exert a synergistic scattering effect surpassing the effect 
developed by the addition of thickness. The laminate may be a combination of birefringent films laminated at an arbi- 
trary orientation angle in An 1 or An 2 direction. From the standpoint of enhancement of scattering effect, however, these 
birefringent films are preferably laminated in such an arrangement that they are parallel to each other in An 1 direction. 
so The number of the birefringent films to be laminated is arbitrary as two or more. 

[0040] The birefringent films to be laminated may have the same or different An^s or An 2 's. These birefringent films 
are preferably laminated as parallel to each other as possible in An 1 direction or the like. However, deviation due to oper- 
ational error can be tolerated. If An 1 direction or the like is scattered, they are averaged. 

[0041] The birefringent films may be merely superimposed on each other to form a laminate. In order to inhibit devi- 
55 . ation in An 1 direction or the like or entrance of foreign matters into various interfaces, these films are bonded to each 
other with an adhesive layer or the like. In order to bond these films, a proper transparent adhesive such as acrylic 
adhesive, silicone-based adhesive, polyester-based adhesive, polyurethane-based adhesive, polyether-based adhe- 
sive and rubber adhesive may be used. The kind of the adhesive to be used herein is not specifically limited. 
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[0042] In order to inhibit reflection loss, an adhesive layer having as small a relractive index difference from that of the 
birefringent film on both sides thereof as possible is desirable. These birefringent films may be bonded to each other 
with a resin which can form a birefringent film. Further, in order to inhibit the change in optical properties, an adhesive 
layer requiring no high temperature process during hardening or drying or no prolonged hardening or drying process is 

5 desirable. Moreover, an adhesive layer which doesn't undergo peeling or the like under heating or moistening. 

[0043] From these standpoints of view, an acrylic adhesive made of an acrylic polymer having a weight- average 
molecular weight of not lower than 1 00,000 and a glass transition temperature of not higher than 0°C comprising a mon- 
omer such as butyl (meth)acrylate, methyl (meth)acrylate, ethyl (meth)acrylate and (meth)acrylic acid is preferably used 
in particular. Such an acrylic adhesive is also advantageous in that it is excellent in transparency, weathering resistance 

io or heat resistance. 

[0044] The adhesive to be used herein may comprise any proper additives such as natural and synthetic resins, fillers 
made ol glass fiber, glass bead, metal powder and other inorganic powder, pigments, coloring agents and oxidation 
inhibitors incorporated therein as necessary. Further, the adhesive to be used herein may comprise finely divided par- 
ticles-incorporated therein to form a light diffusing adhesive layer. 

t5 [0045] The wide viewing angle polarizing plate according to the present invention comprises a laminate of a birefrin- 
gent film 1 and a polarizing plate 3 as shown in Fig. 1 and thus can be preferably used to compensate for the loss of 
the viewability of the liquid crystal cell by birefringence. As the foregoing polarizing plate there may be used a proper 
material capable of producing linearly polarized light. There are various types of polarizing plates such as absorption 
type, scattering type and reflection type polarizing plates. The wide viewing angle polarizing plate according to the 

cc precent invention can be applied to any of these types of polarizing plates. 

[0046] Specific examples of the foregoing polarizing plate include absorption type polarizing film obtained by allowing 
a hydrophilic high molecular film such as polyvinyl alcohol-based film, partially-formalated polyvinyl alcohol-based film 
and ethylene-vinyl acetate copolymer-based partially-saponified film to adsorb a dichromatic material such as iodine 
and dichromatic dye, and then stretching the film, and polarizing film of the type having a polyene such as dehydration 

25 product of polyvinyl alcohol and dehydrochloration product of polyvinyl chloride oriented therein. 

[0047] Further, a protective type polarizing plate which comprises a transparent protective layer made of plastic-coat- 
ing layer, film-laminating layer or the like provided on one or both sides of the foregoing polarizing film for the purpose 
of protecting the water resistance thereof may be used. Moreover, a scattering type polarizing plate obtained by a proc- 
ess which comprises incorporating a transparent particulate material having an average particle diameter of from 0.5 

so to 50 pm such as inorganic particulate material which may be electrically conductive (e.g., silica, alumina, titania, zirco- 
nia, tin oxide, indium oxide, cadmium oxide and antimony oxide) and organic particulate material (e.g., crosslinked or 
uncrosslinked polymer) in the transparent protective layer to provide the surface of the transparent protective layer with 
a finely roughened structure may be used. 

[0048] In addition, a reflection type polarizing plate obtained by providing the foregoing transparent protective layer 

35 which may have a finely roughened structure provided on the surface thereof with a reflective layer made of vapor- 
deposited metal layer, deposited metal layer, resin layer comprising a metal powder incorporated therein or metal foil 
may be used. As the polarizing plate there may be preferably used one having a high polarization degree, particularly 
. a light transmission of not lower than 40% and a polarization degree of not lower than 95.0%, more particularly not 
lower than 99%, such as the foregoing dichromatic material-containing absorption type polarizing plate. 

40 [0049] The wide viewing angle polarizing plate according to the present invention may be practically used in the form 
of laminate with proper optical parts or optical layers. In order to form such a laminate, the various layers, including the 
polarizing plate, may be merely superimposed on each other. In order to inhibit deviation or entrance of foreign matters 
into various interfaces, however, the various layers are preferably bonded to each other with an adhesive layer as nec- 
essary. As the adhesive layer which is optically used there may be used those described with reference to the foregoing 

45 lamination of birefringent films. 

[0050] The wide viewing angle polarizing plate according to the present invention, including those having optical parts 
or optical layers added thereto as necessary, can be formed by a process which comprises sequentially and separately 
laminating the various constituent layers during the formation of a liquid crystal display. However, a previous lamination 
process which comprises previously laminating the constituent layers with an adhesive is preferred because it provides 

so an excellent quality stability or efficiency in laminating to enhance the efficiency of production of liquid crystal display, 
etc. 

[0051 ] The foregoing optical parts or optical layers to be superimposed on the wide viewing angle polarizing plate are 
not specifically limited. Examples of these optical parts or optical layers include back light such as phase difference 
plate and light-guiding plate, polarized light-separating plate made of reflective plate, multi-layer film or the like, liquid 
55 crystal cell, glare protective layer, and antireflection layer. 

[0052] Specific examples of the foregoing phase difference plate include oriented film made of resins exemplified with 
reference to the foregoing birefringent film, and liquid crystal polymer, particularly torsionally-ortented liquid crystal pol- 
ymer. As the phase difference plate employable herein there may be used any of various types of phase difference 
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plates such as 1/4 wavelength plate, 1/2 wavelength plate, monoaxially-oriented type plate, biaxially-oriented type 
plate, gradient type plate molecularly oriented vertically as well, liquid crystal type plate, plate of the type which com- 
pensates for viewing angle or phase difference due to birefringence, and laminate thereof. 

[0053] Specific examples of the light-guiding plate include a light-guiding plate which comprises a linear light source 
5 such as cold or hot cathode ray tube or a light source such as light emitting diode and EL provided on the side of a trans- 
parent resin plate in such an arrangement that light transmitted by the resin plate undergoes diffusion, reflection, dif- 
fraction or interference to come out of the resin plate at one side thereof. 

[0054] The formation of the wide viewing angle polarizing plate comprising a light-guiding plate can be accomplished 
by arranging auxiliary means such as prism array layer made of prism sheet for controlling the emission direction of 

io light, diffusing plate for providing uniform emission and light source holder for introducing emission from a linear light 
source into the side surface of the light-guiding plate, singly or in combination as necessary, on a predetermined posi- 
tion such as upper, lower or side surface of the light-guiding plate to form a proper combination. As the reflective plate 
there may be used a reflective plate or reflective layer exemplified above with reference to reflective polarizing plate. 
[0055] On the other hand, the glare protective layer is provided to prevent external light from being reflected by the 

is surface of the wide viewing angle polarizing plate or liquid crystal display to prevent the viewer from viewing the light 
transmitted by the wide viewing angle polarizing plate or display image. The glare protective layer (non-glare layer) can 
be provided in the form of layer having a finely roughened surface structure attained by a proper process such as resin 
layer having a finely roughened surface structure attained by the incorporation of a transparent particulate material and 
sheet having a finely roughened surface structure attained by sandblasting or embossing. Accordingly, the glare protec- 

20 five layer can be provided as an optical layer added to the surface of the wide viewing angle polarizing plate, etc. 

[0056] The antiref lection layer is provided to inhibit the reflection loss of light transmitted by the wide viewing angle 
polarizing plate or liquid crystal cell or inhibit the obstruction of viewing by the surface reflection of light coming into the 
wide viewing angle polarizing plate or liquid crystal display as in the foregoing glare protective layer. The antireflection 
layer can be formed, e.g.. by a process which comprises adding a coherent single-layer or multi-layer vapor-deposited 

25 film to a sheet or the like. Accordingly, the antireflection layer, too, can be provided as an optical layer added to the sur- 
face of the wide viewing angle polarizing plate, etc. 

[005*7] The laminate constituting the wide viewing angle polarizing plate according to the present invention comprises 
one or more optical parts or optical layers other than birefringent film and polarizing plate as mentioned above. In this 
arrangement, two or more optical parts of the same kind such as phase difference plate may be laminated. These opti- 

30 cal parts of the same kind, if any, may have the same or different properties. 

[0058] One or more birelringent films forming the wide viewing angle polarizing plate may be provided on a proper 
position outside or inside the laminate such as one or both external surfaces of the laminate and one or both surfaces 
of optical parts constituting the laminate. Accordingly, the wide viewing angle polarizing plate may comprise the constit- 
uent birefringent film and polarizing plate provided adjacent to each other or with other optical parts interposed there- 

35 between. 

[0059] The foregoing various layers constituting the wide viewing angle polarizing plate such as polarizing plate, bire- 
fringent film, optical parts and optical layer may be subjected to treatment with an ultraviolet absorber such as salicylic 
acid ester compound, benzophenol compound, benzotriazole compound, cyanoacrylate compound and nickel complex 
compound to have an ultraviolet absorptivity. 

40 [0060] Referring to the positional relationship between the birefringent film and the polarizing plate constituting the 
wide viewing angle polarizing plate, the birefringent film 1 and the polarizing plate 3 are disposed in such an arrange- 
ment that An 1 direction, i.e.. retardation axis of the birefringent film 1 and the transmission axis T of the polarizing plate 
3 are parallel to each other as shown by the arrow in Fig. 2 from the standpoint of effective utilization of transmission 
and scattering properties of the birefringent film. In this arrangement, the foregoing object of the present invention can 

45 be accomplished. The foregoing parallelism is as defined above with reference to the lamination of birefringent films. 
[0061 ] Because of the foregoing advantages, the wide viewing angle polarizing plate according to the present inven- 
tion is preferably used to form a transmission type, reflection type or amphibious liquid crystal display. Embodiments of 
such a liquid crystal display are shown in Figs. 3 and 4. The reference numerals 3 and 31 each indicate a polarizing 
plate. The reference numeral 4 indicates a liquid crystal cell. The reference numeral 5 indicates a mirror-like reflective 

so plate. Fig. 3 illustrates an embodiment of transmission type liquid crystal display. Fig. 4 illustrates an embodiment of 
reflective type liquid crystal display. In the transmission type liquid crystal display of Fig. 3, the back light system which 
is normally provided on the polarizing plate at the side thereof opposite the viewing side is not shown. 
[0062] In the foregoing illustrations, the wide viewing angle polarizing plate is provided on the viewing side of the liquid 
crystal cell 4 while the birefringent film 1 is provided thereinside. This positional relationship is normally desirable from 

55 the standpoint of viewability. In practice, however, the position of the wide viewing angle polarizing plate may be prop- 
erly determined. For the reflective type liquid crystal display, the polarizing plate 3 may be provided inside the laminate. 
For the transmission type liquid crystal display, the wide viewing angle polarizing plate may be provided on the liquid 
crystal cell 4 on the side thereof opposite the viewing side. 
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[0063] The formation of the liquid crystal display can be normally accomplished by properly assembling a polarizing 
plate, a liquid crystal cell, a reflective plate or back light, and optically constituent parts such as optical parts, and then 
incorporating a driving circuit into the assembly. In the present invention, this assembly procedure is not limited except 
for the use of the foregoing wide viewing angle polarizing plate. Thus, the liquid crystal display can be formed in accord- 

5 ance with the conventional method. 

[0064] Accordingly, the liquid crystal display can be produced in a form comprising a wide viewing angle polarizing 
plate provided on one or both sides of a liquid crystal cell or a form comprising a back light, reflective plate or semi- 
reflective plate as an illumination system as mentioned above. In this case, the wide viewing angle polarizing plate pref- 
erably comprises its birefringent film disposed interposed between the liquid crystal cell and the polarizing film, partic- 

io ularly.the polarizing film on the viewing side, from the standpoint of compensating effect as previously mentioned. 
[0065] Referring to the assembly of the liquid crystal display, proper optical parts or optical layers such as glare pro- 
tective layer or antiref lection layer to be provided on the viewing side surface of the display, protective layer or plate and 
phase difference compensating plate to be provided between the liquid crystal cell and the polarizing plate on the view- 
ing side may be provided on a proper position, singly or in combination, as in the foregoing case of wide viewing angle 

75 polarizing plate comprising optical parts or optical layers added thereto. 

[0066] The foregoing phase difference compensating plate is intended to compensate for dependence of birefrin- 
gence on wavelength and hence improve the viewability of the liquid crystal display. The phase difference compensat- 
ing plate may be disposed, e.g., between the polarizing plate on the viewing side and/or back side and the liquid crystal 
cell. As such a phase difference compensating plate there may be used any proper material such as the foregoing 

20 phase difference plate depending on the wavelength range used. The phase difference compensating plate to be used 
herein may consist of two or more phase difference layers. 

[0067] As mentioned above, one or more wide viewing angle polarizing plates may be provided on one or both sides 
of the liquid crystal cell at a proper position. In this arrangement, the wide viewing angle polarizing plate can be used in 
the form of laminate with adjacent optical parts or the like. The various parts constituting the liquid crystal display may 
25 be disposed separated from each other. As illustrated, however, they are preferably integrally bonded to each other with 
adhesive layers 21 and 22 provided interposed therebetween. 

[0068] The wide viewing angle polarizing plate according to the present invention can be preferably used in various 
display devices such as TFT type or MIM type display comprising a liquid crystal cell showing birefringence such as TN 
type or STN type liquid crystal cell. 

30 

[Example] 
EXAMPLE 1 

35 [0069] A 1 8 wt-% dichloromethane solution containing 300 parts (hereinafter by weight) of AS resin and 1 00 parts of 
a cyano-based nematic liquid crystal (GR-41 , produced by Chisso Corporation) were mixed, and then subjected to cast- 
ing to obtain a film having a thickness of 20 urn. The film thus obtained was stretched at a draw ratio of 1 .2 to form an 
oriented film having a refractive index difference An 1 of 0.20, a refractive index difference An 2 of 0.007, an in-plane aver- 
age phase difference of 1 10 nm and a retardation axis corresponding to An 1 direction. The oriented film thus obtained 

40 and a commercially available polarizing plate having a total light transmittance of 41% and a transmitted light polariza- 
tion degree of 99% were then bonded to each other with an acrylic adhesive layer provided interposed therebetween in 
such an arrangement that An 1 direction and the transmission axis coincide with each other to obtain a wide viewing 
angle polarizing plate. 

[0070] Subsequently, the foregoing wide viewing angle polarizing plate was bonded to a liquid crystal cell with an 
45 acrylic adhesive layer with the oriented film being disposed thereinside in such an arrangement that An 2 direction cor- 
responds to black display. To the other surface of the liquid crystal cell was then bonded a polarizing plate with an acrylic 
adhesive layer to obtain a transmission type liquid crystal display. The foregoing oriented film was found to have domain 
portions made of a cyano-based nematic liquid crystal dispersed therein in particulate form with a good distribution. The 
domain was observed under a polarizing microscope at a 200x magnification to determine its average diameter on the 
so basis of coloring by phase difference. The results were about 1 \xm. 

COMPARATIVE EXAMPLE 1 

[0071] The procedure of Example 1 was followed except that the wide viewing angle polarizing plate comprising an 
55 oriented film was not used but the polarizing plate alone was used. Thus, a liquid crystal display was obtained. 
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COMPARATIVE EXAMPLE 2 

[0072] The procedure of Example 1 was followed except that a (wide viewing angle) polarizing plate comprising a light 
diffusing plate having a transparent particulate material incorporated therein and hence exhibiting an in-plane average 
5 phase difference of 5 nm instead of the oriented film was used. Thus, a liquid crystal display was obtained. 

COMPARATIVE EXAMPLE 3 

[0073] The procedure of Example 1 was followed except that a (wide viewing angle) polarizing plate comprising as 
70 an oriented film a monoaxially-oriented polycarbonate film having an in-plane average phase difference of 1 15 nm was 
used. Thus, a liquid crystal display was obtained. 
[0074] The foregoing results are set forth in Table 1 below. 



Table 1 



Example No. 


Contrast 


Display image blur 


Light diffusivity 


Viewing angle 


Example 1 


Good 


None 


Good 


Good 


Comparative Example 1 


Good 


None 


Poor 


Poor 


Comparative Example 2 


Poor 


Some 


Good 


Fair 


Comparative Example 3 


Good 


None 


Poor 


Good 



25 EXAMPLE 2 

[0075] 10 parts (hereinafter by weight) of a liquid-crystalline thermoplastic resin represented by the following general 
formula having a glass transition temperature of 80°C which is in a nematic liquid crystal phase at a temperature of from 
100°C to 290°C were dissolved in a 20 wt-% dichloromethane solution containing 990 parts of a norbornene resin 
so (Arton, produced by JSR Corp.) having a loaded deflection temperature of 165°C and a glass transition temperature of 
182°C. The solution thus obtained was then casted to form a transparent resin film having a thickness of 50 |im The 
transparent resin film thus obtained was stretched at a temperature of 185°C and a draw ratio of 3, and then rapidly 
cooled to obtain a birefringent film having a refractive index difference An 1 of 0.230 and a refractive index difference An 2 
of 0.029. 

35 



AO 




[0076] The foregoing birefringent film was found to have a liquid-crystalline thermoplastic resin dispersed in the trans- 
parent film made of a norbornene resin in the form of domains which are ellipsoidal in the orienting direction and have 
so almost the same shape. These domains were measured for average diameter on the basis of coloring by phase differ- 
ence under a polarizing microscope. As a result, the average length in An 1 direction was 5 pm. The birefringent film was 
subjected to spectroscopy to determine ihe in-piane average phase difference thereof. The results were 150 nm. The 
retardation axis and An 1 direction were found parallel to each other. 

[0077] Subsequently, the foregoing birefringent film and a commercially available polarizing plate having a total light 
55 transmittance of 41% and a transmitted light polarization degree of 99% were bonded to each other with an acrylic 
adhesive layer provided interposed therebetween in such an arrangement that An 1 direction of the birefringent film and 
the transmission axis of the polarizing plate are parallel to each other to obtain a wide viewing angle polarizing plate. 
[0078] Subsequently, the foregoing wide viewing angle polarizing plate was bonded to a liquid crystal cell with an 
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acrylic adhesive layer with the oriented film being disposed thereinside in such an arrangement that An 2 direction cor- 
responds to black display. To the other surface of the liquid crystal cell was then bonded a polarizing plate with an acrylic 
adhesive layer to obtain a transmission type liquid crystal display. 

5 EXAMPLE 3 

[007S] 10 parts of a liquid-crystalline thermoplastic resin represented by the following general formula having a glass 
transition temperature of 90°C which is in a nematic liquid crystal phase at a temperature of from 120°C to 200°C were 
dissolved in a 20 wt-% dichloromethane solution containing 990 parts of a polycarbonate having a glass transition tem- 
w perature of 1 50°C. The solution thus obtained was then casted to form a transparent resin film having a thickness of 70 
fim. The transparent resin film thus obtained was stretched at a temperature of 185°C and a draw ratio of 1 .5, and then 
rapidly cooled to obtain a birefringent film having a refractive index difference An 1 of 0. 1 51 and a refractive index differ- 
ence An 2 of 0.012. 



20 



25 



30 




35 [0080] The foregoing birefringent film was found to have a liquid-crystalline thermoplastic resin dispersed in the trans- 
parent film made of a polycarbonate resin in the form of domains which are ellipsoidal in the orienting direction and have 
almost the same shape. These domains were measured for average diameter on the basis of coloring by phase differ- 
ence under a polarizing microscope. As a result, the average length in An 1 direction was 6 u.m The birefringent film was 
subjected to spectroscopy to determine the in-plane average phase difference thereof. The results were 150 nm. The 

40 retardation axis and An 1 direction were found parallel to each other. Subsequently, the foregoing birefringent film was 
processed in the same manner as in Example 1 to obtain a wide viewing angle polarizing plate. Subsequently, the fore- 
going wide viewing angle polarizing plate was processed in the same manner as in Example 1 to obtain a transmission 
type liquid crystal display. 

45 COMPARATIVE EXAMPLE 4 

[0081] The procedure of Example 1 was followed except that a polarizing plate alone was used instead of the wide 
viewing angle polarizing plate. Thus, a transmission type liquid crystal display was obtained. 

so COMPARATIVE EXAMPLE 5 

[0082] The procedure of Example 1 was followed except that a diffusing polarizing plate comprising a light diffusing 
plate having a transparent particulate material incorporated therein and hence exhibiting an in-plane average phase dif- 
ference of 5 nm instead of birefringent film was used instead of the wide viewing angle polarizing plate. Thus, a trans- 
55 mission type liquid crystal display was obtained. 
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COMPARATIVE EXAMPLE 6 

[0083] The procedure of Example 1 was followed except that an ellipsoidal polarizing plate comprising a monoaxially- 
oriented film of polycarbonate having an in-plane average phase difference of 120 nm as a birefringent film was used 
s instead of the wide viewing angle polarizing plate. Thus, a transmission type liquid crystal display was obtained. 

Evaluating test 

[0084] The liquid crystal displays obtained in the foregoing examples and comparative examples were each provided 
10 on a back light with its (wide viewing angle) polarizing plate side being disposed on the viewing side, and then evaluated 
for contrast, display image blur, light diffusivity and viewing angle in accordance with a three-stage criterion (good, fair, 
poor). 

[0085] The foregoing results are set forth in Table 2 below. 

75 

Table 2 



Example No. 


Contrast 


Display image blur 


Light diffusivity 


Viewing angle 


Example 1 


Good 


None 


Good 


Good 


Example 2 


Good 


None 


Good 


Good 


Comparative Example 1 


Good 


None 


Poor 


Poor 


Comparative Example 2 


Poor 


Some 


Good 


Fair 


Comparative Example 3 


Good 


None 


Poor 


Good 



[0086] As can be seen in the table above, the liquid crystal displays of Examples 1 and 2 show no contrast drop and 
display image blur, a good light diffusivity and a wide viewing angle. 

[0087] Although the invention has been described in its preferred form with a certain degree of particularity, it is under- 
30 stood that the present disclosure of the preferred form can be changed in the details of construction and in the combi- 
nation and arrangement of parts without departing from the spirit and the scope of the invention as hereinafter claimed. 

Claims 

35 1 . A wide viewing angle polarizing plate comprising: 
a laminate of a polarizing plate; and 

a birefringent film having an in-plane average phase difference of from 50 nm to 200 nm, 

wherein said birefringent film comprises a transparent resin film having microscopic regions dispersed therein 

40 and satisfies the relationships An 2 < 0.03 and An 1 > An 2 supposing that the direction of the axis along which 

linearly polarized light exhibits the maximum transmission is An 2 direction, the difference in refractive index 
between microscopic regions in An 2 direction and other portions is An 2 , the direction perpendicular to An 2 
direction is An 1 direction and the difference in refractive index between microscopic regions in An 1 direction 
and other portions is An 1 , and An 1 direction and the retardation axis of said birefringent film and the transmis- 

45 sion axis of said polarizing plate are parallel to each other. 

2. A wide viewing angle polarizing plate according to claim 1 , wherein said microscopic regions are made of a liquid- 
crystalline thermoplastic resin. 

so 3. The wide viewing angle polarizing plate according to claim 2, wherein said liquid-crystalline thermoplastic resin 
exhibits a glass transition temperature of not lower than 50°C and is in a nematic liquid crystal phase in a temper- 
ature range of lower than the glass transition temperature of the resin constituting said transparent resin film. 

4. A liquid crystal display comprising: 

55 

a liquid crystal cell; and 

a wide viewing angle polarizing plate provided on either or both sides of a liquid crystal cell, said wide viewing 
angle polarizing plate comprising: 
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a laminate of a polarizing plate; and 

a birefringent film having an in-plane average phase difference of from 50 nm to 200 nm, 
wherein said birefringent film comprises a transparent resin film having microscopic regions dispersed 
therein and satisfies the relationships An 2 < 0.03 and An 1 > An 2 supposing that the direction of the axis 
5 along which linearly polarized light exhibits the maximum transmission is An 2 direction, the difference in 

refractive index between microscopic regions in An 2 direction and other portions is An 2 , the direction per- 
pendicular to An 2 direction is An 1 direction and the difference in refractive index between microscopic 
regions in An 1 direction and other portions is An 1 , and An 1 direction and the retardation axis of said bire- 
fringent film and the transmission axis of said polarizing plate are parallel to each other. 

10 

5. A liquid crystal display according to claim 4, wherein said polarizing plate and said birefringent film are bonded to 
said liquid crystal cell with an acrylic adhesive layer provided interposed therebetween and said birefringent film 
being disposed thereinside. 

rs 6. A liquid crystal display according to claim 4, further comprising a glare protective layer or antireflection layer pro- 
vided on the viewing side surface thereof. 
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FIG. 1 
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